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LIVING ORGANISMS 

The present Invention concerns media adapted for injection 
into living bodies, e.g. for the purpose of ultrasonic echo- 
graphy and, more particularly. Injectable liquid compositions 
comprising mlcrobubbles of air or physiologically acceptabl 
gases as stable dispersions or suspensions in an aqueous liquid 
carrier. These compositions are mostly usable as contrast agents 
in ultrasonic echography to image the inside of blood-stream 
vessels and other cavities of living beings, e.g. human patients 
and animals. Other uses however are also contemplated as 
disclosed hereafter. 

The invention also comprises dry compositions which, upon 
admixing with an aqueous carrier liquid, will generate the 
foregoing sterile suspension of microbubbles thereafter usable 
as contrast agent for ultrasonic echography and other purposes. 

It Is well known that mlcrobodles like microspheres or 
microglobules of air or a gas, e.g. microbubbles or micro- 
balloons, suspended in a liquid are exceptionally efficient 
ultrasound reflectors for echography. In this disclosure the 
term of "microbubble" specifically designates air or gas glo- 
bules in suspension in a liquid which generally results from the 
introduction therein of air or a gas in divided form, the liquid 
preferably also containing surfactants or tensldes to control 
the surface properties thereof and the stability of the bubbles. 
More specifically, one may consider that the internal volume of 
the microbubbles is limited by the gas/liquid interface, or in 
other words, the microbubbles are only bounded by a rather 
evanescent envelope Involving the molecules of the liquid and 
surfactant loosely bound at the gas to liquid Junction boundary. 

In contrast, the term of "microcapsule" or "mlcrobal loon- 
d signat s pref rably air or gas bodies with a material boundary 
or envelope formed of molecules oth r than that of the liquid of 
suspension, .g. a polym r membrane wall. Both microbubbles and 
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mlcroballoona- are useful as ultrasonic contrast agents. For 
Instance injecting into the blood-stream of living bodies 
SUSP ensions of gas microbubbles or n i c.noka l.l.o o ns (In t he range 
of 0.5 to 10 ^m) in a carrier liquid will strongly reinforc 
ultrasonic echography imaging, thus aiding in the visualization 
of internal organs. Imaging of vessels and internal organs can 
strongly help in medical diagnosis, for instance for the 
detection of cardiovascular and other diseases. 

The formation of suspensions of microbubbles in an inject- 
able liquid carrier suitable for echography can follow various 
routes. For instance in DE-A- 3529195 (Max-Planck Gesell.), 
there is disclosed a technique for generating 0.5-50 /im bubbles 
in which an aqueous emulsified mixture containing a water 
soluble polymer, an oil and mineral salts is forced back and 
forth, together with a small amount of air, from one syring 
into another through a small opening. Here, mechanical forces 
are responsible for the formation of bubbles in the liquid. 

M.W. Keller et al. (J. Ultrasound Med. 5 (1986), 439-8) 
have reported subjecting to ultrasonic cavitation under atmos- 
pheric pressure solutions containing high concentrations of 
solutes such as dextrose, Renograf in-76, loparoldol (an X-ray 
contrast agent), and the like. There the air is driven into the 
solution by the energy of cavitation. 

Other techniques rely on the shaking of a carrier liquid in 
which air containing mlcroparticles have been incorporated, said 
carrier liquid usually containing, as stabilizers, viscosity n- 
hanclng agents, e.g. water soluble polypeptides or carbohydrates 
and/or surfactants. It is effectively admitted that the stabili- 
ty of the microbubbles against decay or escape to the atmosphere 
is controlled by the viscosity and surface properties of the 
carrier liquid. The air or gas in the mlcroparticles can consist 
of tnter-particle or intra-crystalllne entrapped gas, as well as 
surface adsorbed gas, or gas produced by reactions with the car- 
rier liquid, usually aqueous. All this is fully described for 
instanc in EP-A- 52.575 (Ultra Med. Inc.) in which there ar 
us d aggr gates of 1 - 50 /im particles of carbohydrates ( .g. 
galactos , maltose, s rbitol, gluconic acid, sucrose, glucos 
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and the like)' in aqueous solutions of glycols or polyglycols, or 
other water soluble polymers. 

Al-3.o, ln EP-A- 123.23,5 and , 1 22^-62-4^— (Sclver-li^ — s e also 

EP-A- 320.433) use is made of air trapped in solids. For 
instance, 122.624 claims a liquid carrier contrast composition 
for ultrasonic echography containing mlcropart icles of a solid 
surfactant, the latter being optionally combined vith micro- 
particles of a non-surfactant. As explained in this document, 
the formation of air bubbles in the solution results from the 
release of the air adsorbed on the surface of the particles, or 
trapped within the particle lattice, or caught between indivi- 
dual particles, this being so when the particles are agitated 
with the liquid carrier. 

EP-A- 131.540 (Sobering) also discloses the preparation of 
microbubbles suspensions in which a stabilized injectabl 
carrier liquid, e.g. a physiological aqueous solution of salt, 
or a solution of a sugar like maltose, dextrose, lactose or 
galactose, without viscosity enhancer, is mixed with micro- 
particles (In the 0.1 to 1 iim range) of the same sugars con- 
taining entrapped air. In order that the suspension of bubbles 
can develop within the liquid carrier, the foregoing documents 
recommend that both liquid and solid components be violently 
agitated together under sterile conditions; the agitation of 
both components together is performed for a few seconds and, 
once made, the suspension must then be used immediately, i.e. it 
should be injected within 5-10 minutes for echographic 
measurements; this indicates that the bubbles in the suspensions 
are not longlived and one practical problem with the use of 
microbubbles suspensions for injection is lack of stability with 
time. The present invention fully remedies this drawback. 

In US-A- 4,466,442 (Schering), there is disclosed a seri s 
of different techniques for producing suspensions of gas micro- 
bubbles in a liquid carrier using (a) a solution of a tenside 
(surfactant) in a carrier liquid (aqueous) and (b) a solution of 
a viscosity nhancer as stabilizer. For generating the bubbles, 
the techniques used there include forcing at high velocity a 
mixture of (a), (b) and air through a small aperture; or 


SUBST4TUTE SHEET 


wo 91/15244 


PCr/EP91/00620 


4 

injecting (a-) into (b) shortly before use together vlth a 
physiologically acceptable gas; or adding an acid to (a) and a 
carbonate to (b), both com ponents being mixed togethe r Just 
before"'use and the acid reacting vlth the carbonate to generate 
CO2 bubbles; or adding an over-pressurized gas to a mixture of 
(a) and (b) under storage, said gas being released into 
microbubbles at the time when the mixture is used for injection. 

The tensldes used in component (a) of US-A- 4,466,442 
comprise lecithins; esters and ethers of fatty acids and fatty 
alcohols vlth polyoxyethylene and polyoxye thylated polyols like 
sorbitol, glycols and glycerol, cholesterol; and polyoxy-ethy 1 - 
ene-polyoxypropylene polymers. The viscosity raising and stabi- 
lizing compounds include for instance mono- and polysaccharides 
(glucose, lactose, sucrose, dextran, sorbitol); polyols, e.g. 
glycerol, polyglycols; and polypeptides like proteins, gelatin, 
oxypolygelatln, plasma protein and the like. 

In a typical preferred example of this document, equivalent 
volumes of (a) a 0.5% by weight aqueous solution of Pluronic^ 
F-68 (a polyoxypropylene-polyoxyethylene polymer) and (b) a 10% 
lactose solution are vigorously shaken together under sterile 
conditions (closed vials) to provide a suspension of micro- 
bubbles ready for use as an ultrasonic contrast agent and last- 
ing for at least 2 minutes. About 50% of the bubbles had a 
size belov 50 fim. 

Although the achievements of the prior art have merit, they 
suffer from several drawbacks which strongly limit their practi- 
cal use by doctors and hospitals, namely their relatively short 
life-span (which makes test reproducibility difficult), relativ 
low initial bubble concentration (the number of bubbles rar ly 
exceeds 10^ - 10^ bubbles/ml and the count decreases rapidly 
with time) and poor reproducibility of the initial bubble count 
from test to test (which also makes comparisons difficult). Also 
it Is admitted that for efficiently imaging certain organs, e.g. 
the left heart, bubbles smaller than 50 /iro , preferably in the 
range of 0.5-10 pem, are requir d; with longer bubbles, there ar 
risks of cl ts and cons cutive emboly. 

Furth rm r , the compulsory presence of solid microparti- 
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cles or high concentrations of lectrolytes and other relatively 
Inert solutes In th carrier liquid may b undesirable physio- 
logically in some cases. Finally, the suspensions are totally 
unstable under storage and cannot be marketed as such; hence 
great skill is required to prepare the mlcrobubbles at the right 
moment Just before use. 

Of course there exists stable suspensions of microcapsules, 
i.e. mlcroballoons with a solid, air-sealed rigid polymeric 
membrane which perfectly resist for long storage periods in 
suspension, which have been developed to remedy this shortcoming 
(see for Instance K.J. Widder, EP-A- 324.938); however the 
properties of microcapsules in which a gas is entrapped inside 
solid membrane vesicles essentially differ from that of the gas 
mlcrobubbles of the present invention and belong to a different 
kind of art; for instance while the gas microbubbles discussed 
here will simply escape or dissolve in the blood-stream when th 
stabilizers in the carrier liquid are excreted or metabolized, 
the solid polymer material forming the walls of the aforemen- 
tioned micro-balloons must eventually be disposed of by the 
organism being tested which may impose a serious afterburden 
upon it. Also capsules with solid, non-elastic membrane may 
break Irreversibly under variations of pressure. 

The composition of the present Invention, as defined in 
claim 1, fully remedies the aforementioned pitfalls. 

The term "lamellar form" defining the condition of at least 
a portion of the surfactant or surfactants of the present compo- 
sition indicates that the surfactants, in strong contrast with 
the micropart icles of the prior art (for instance EP-A- 
123.235), are in the form of thin films Involving one or mor 
molecular layers (in laminate form). Converting film forming 
surfactants into lamellar form can easily be done for instance 
by high pressure homogenization or by sonication under acous- 
tical or ultrasonic frequencies. In this connection, it should 
be pointed out that the existence of liposomes is a well known 
and useful illustration of cas s in which surfactants, more 
particularly lipids, ar in lamellar form. 

Llposom soluti ns ar aqueous suspensions of microscopic 
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veslcl 3, generally spherically shaped, vhlch hold substances 
encapsulated therein. These vesicles are usually formed of one 
or more concentrically arranged molecular layers (lamellae) of 
_amphipat4^c-compou^i43rrr:^ir.-eT7^^ hydro- 
phllic moiety and a lipophilic hydrophobic moiety. See for 
instance "Liposome Methodology", Ed. L.D. Leserman et al, Inserm 
136, 2-8 May 1982). Many surfactants or tensides, including 
lipids, particularly phospholipids, can be laminarized to 
correspond to this kind of structure. In this invention, one 
preferably uses the lipids commonly used for making liposomes, 
for instance the lecithins and other tensides disclosed in more 
detail hereafter, but this does in no way preclude the use of 
other surfactants provided they can be formed into layers or 
films. 

It is important to note that no confusion should be mad 
between the present invention and the disclosure of Ryan (US-A- 
4,900,540) reporting the use of air or gas filled liposomes for 
echography. In this method Ryan encapsulates air or a gas within 
liposomic vesicles; in embodiments of the present invention 
microbubbles or air or a gas are formed in a suspension of 
liposomes (i.e. liquid filled liposomes) and the liposom s 
apparently stabilize the microbubbles. In Ryan, the air is 
inside the liposomes, which means that within the bounds of the 
presently used terminology, the air filled liposomes of Ryan 
belong to the class of microbal loons and not to that of the 
microbubbles of the present invention. 

Practically, to achieve the suspensions of microbubbl s 
according to the invention, one may start with liposomes susp n- 
sions or solutions prepared by any technique reported in the 
prior art, with the obvious difference that in the present cas 
the liposomic vesicles are preferably "unloaded", i.e. they do 
not need to keep encapsulated therein any foreign material other 
than the liquid of suspension as is normally the object of 
classic liposomes. Hence, preferably, the liposomes of the 
present invention will contain an aqueous phase identical or 
similar to the aqueous phase of the solution itself. Then air or 
a gas is Introduc d into th liposome solution so that a 
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suspension Of.- microbubbles will form, said -suspension being 
stabilized by th presence of th surfactants in lamellar form. 
Notvitbstandlng, tbe material making the liposom vails can be 
- modlf 1 etl— V 1 1 h 1 a t lie— 3cope-~o f "Ttxe^p r es e nt i n v e n tToirr~f or" instance 
by covalently grafting thereon foreign molecules designed for 
specific purposes as vill be explained later. 

The preparation of liposome solutions has been abundently 
discussed in many publications, e.g. US-A- 4,224,179 and wo-a- 
88/09165 and all citations mentioned therein. This prior art is 
used here as reference for exemplifying the various methods 
suitable for converting film forming tensldes into lamellar 
form. Another basic reference by M.c. Woodle and D. 
Papahadjopoulos is found in "Methods in Enzymology" 171 (1989), 
193. 

For instance, in a method disclosed in D«A. Tyrrell et al , 
Blochlmica & Biophysica Acta 4 57 (1976), 259-302, a mixture of a 
lipid and an aqueous liquid carrier is subjected to violent 
agitation and thereafter sonicated at acoustic or ultrasonic 
frequencies at room or elevated temperature. In the present in- 
vention, it has been found that sonication without agitation Is 
convenient. Also, an apparatus for making liposomes, a high 
pressure homogenizer such as the Mlcrof luidizer ® , which can be 
purchased from Mlcrof luldlcs Corp., Newton, MA 02164 USA, can be 
used advantageously. Large volumes of liposome solutions can be 
prepared with this apparatus under pressures which can reach 
600-1200 bar. 

In another method, according to the teaching of GB-A- 
2,134,869 (Squibb), mlcropar tides (10 /im or less) of a hydro- 
soluble carrier solid (NaCl, sucrose, lactose and other carbo- 
hydrates) are coated with an amphipatic agent; the dissolution 
of the coated carrier in an aqueous phase will yield liposomic 
vesicles. In GB-A- 2,135,647 Insoluble particles, e.g. glass or 
resin microbeads are coated by moistening in a solution of a 
lipid in an organic solvent followed by removal of the solvent 
by evaporation. The lipid coated microbeads are thereafter 
contact d with an aqueous carri r phase, whereby liposomic 
vesicles vill form In that carrier phase. 
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The Introduction of air or gas Into a liposome solution in 
order to form th rein a suspension of microbubbles can be ef- 
fected by usual means, inter alia by injection, that is, for- 

cing said air Q^^ gaa through tiny o rifices int:r> the liposome 

solution, or simply dissolving the gas in the solution by apply- 
ing pressure and thereafter suddenly releasing the pressure. 
Another way is to agitate or sonicate the liposome solution in 
the presence of air or an entrappabie gas. Also one can generate 
the formation of a gas within the solution of liposomes itself, 
for instance by a gas releasing chemical reaction, e.g. decom- 
posing a dissolved carbonate or bicarbonate by acid. The same 
effect can be obtained by dissolving under pressure a low boil- 
ing liquid, for Instance butane, in the aqueous phase and 
thereafter allowing said liquid to boil by suddenly releasing 
the pressure. 

Notwithstanding, an advantageous method is to contact the 
dry surfactant in lamellar or thin film form with air or an ad- 
sorbable or entrappabie gas before introducing said surfactant 
into the liquid carrier phase. In this regard, the method can be 
derived from the technique disclosed in GB-A-2 , 135 , 647 , i.e. 
solid microparticles or beads are dipped in a solution of a film 
forming surfactant (or mixture of surfactants) in a volatll 
solvent, after which the solvent is evaporated and the beads are 
left in contact with air (or an adsorbable gas) for a time suf- 
ficient for that air to become superficially bound to the sur- 
factant layer. Thereafter, the beads coated with air filled sur- 
factant are put Into a carrier liquid, usually water with or 
without additives, whereby air bubbles will develop within the 
liquid by gentle mixing, violent agitation being entirely un- 
necessary. Then the solid beads can be separated, for instanc 
by filtration, from the mlcrobubble suspension which is remark- 
ably stable with time. 

Needless to say that, instead of insoluble beads or 
spheres, one may use as supporting particles water soluble mate- 
rials like that disclosed in GB-A- 2,134,869 (carbohydrates or 
hydrophillc polymers), whereby said supporting particl s will 
eventually diss Ive and final iaeparation of a solid b comes un- 
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nec ssary. Furthermore In this case, the material of the parti- 
cles can be selected to eventually act as stabilizer or viscosi- 
ty enhancer wherever desired. 

jrjx a variant of the method— one~ — m^y — a^s o — tart with 

dehydrated liposomes, i.e. liposomes which have been prepared 
normally by means of conventional techniques in the form of 
aqueous solutions and thereafter dehydrated by usual means, e.g. 
such as disclosed In US-A- 4,229,360 also Incorporated herein as 
reference. One of the methods for dehydrating liposomes recom- 
mended in this reference is f reeze-drying ( lyophllizat ion) , i. . 
the liposome solution is frozen and dried by evaporation (subli- 
mation) under reduced pressure. Prior to effecting freez - 
drying, a hydrophlllc stabilizer compound is dissolved in the 
solution, for instance a carbohydrate like lactose or sucrose or 
a hydrophllic polymer like dextran, starch, PVP, PVa and the 
like. This is useful in the present Invention since such hydro- 
phlllc compounds also aid in homogenizing the mlcrobubbles size 
distribution and enhance stability under storage. Actually mak- 
ing very dilute aqueous solutions (0.1 - 10% by weight) of 
freeze-drled liposomes stabilized with, for instance, a 5:1 to 
10:1 weight ratio of lactose to lipid enables to produce aqueous 
mlcrobubbles suspensions counting 10® - 10^ microbubbles/ml 
(size distribution mainly 0.5 - 10 /im) which are stable for at 
least a month (and probably much longer) without significant 
observable change. And this is obtained by simple dissolution of 
the air-stored dried liposomes without shaking or any violent 
agitation. Furthermore, the f reeze-dry ing technique under 
reduced pressure is very useful because it permits, aft r 
drying, to restore the pressure above the dried liposomes with 
any entrappable gas, i.e. nitrogen, CO2, argon, methane, freon, 
etc., whereby after dissolution of the liposomes processed under 
such conditions suspensions of mlcrobubbles containing the abov 
gases are obtained. 

Mlcrobubbles suspensions formed by applying gas pressure on 
a dilute solution of laminated lipids in water (0.1 - 10% by 
w Ight) and thereafter suddenly releasing th pressure have an 
ev n higher bubble concentration, e.g. in the ord r of 10^^ 
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lO-*--*- bubbles/jul. Hovever, the averag bubble size is somewhat 
above 10 tim, e.g. in th 10 - 50 iim range. In this case, bubbl 
size distribution can be narrowed by centr if ugat ion and layer 
-decanta t Io n ■ — . , , . 

The tensldes or surfactants which are convenient in this 
Invention can be selected from all amphlpatlc compounds capable 
of forming stable films in the presence of water and gases. The 
preferred surfactants which can be laminarlzed include the 
lecithins (phosphatidyl-choline) and other phospholipids, inter 
alia phosphatldlc acid (PA), phosphatidyl-inositol phosphatidy 1- 
ethanolamine (PE) , phosphatidyl -serine (PS), phosphatidyl- 
glycerol (PG), cardlolipin (CL) , sphingomyelins, the plasmogens, 
the cerebrosldes , etc. Examples of suitable lipids are the 
phospholipids m general, for example, natural lecithins, such 
as egg lecithin or soya bean lecithin, or synthetic lecithins 
such as saturated synthetic lecithins, for example, dlmyristoyl 
phosphatidyl choline^ dlpalmitoyl phosphatidyl choline or 
dlstearoyl phosphatidyl choline or unsaturated synthetic 
lecithins, such as dioleyl phosphatidyl choline or dillnoleyl 
phosphatidyl choline, with egg lecithin or soya bean lecithin 
being preferred. Additives like cholesterol and other substanc s 
(see belov) can be added to one or more of the foregoing lipids 
in proportions ranging from zero to 50% by weight. 

Such additives may include other surfactants that can b 
used in admixture with the film forming surfactants and most of 
which are recited in the prior art discussed in the introduction 
of this specification. For instance, one may cite free fatty 
acids, esters of fatty acids with polyoxyalkylene compounds like 
polyoxypropylene glycol and polyoxyethylene glycol; ethers of 
fatty alcohols with polyoxyalkylene glycols; esters of fatty 
acids with polyoxyalkylated sorbltan; soaps; glycerol -polyal - 
kylene stearate; glycerol-polyoxyethylene rlclnoleate; homo- and 
copolymers of polyalkylene glycols; polyethoxyla ted soya-oil and 
castor oil as well as hydrogenated derivatives; ethers and 
esters of sucrose or other carbohydrates with fatty acids, fatty 
alcoh Is, these being optionally polyoxyakylated ; mono-, di- and 
triglycerid s of saturated or unsaturated fatty acids; glyce- 
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rides of soya-oll and sucrose. The amount of the non-film form- 
ing tensides or surfactants can be up to 50% by v ight of the 
total amount of surfactants In the composition hut is preferably 
be^veen^-e ro. and-.3 ^ x, r: : = = 

The total amount of surfactants relative to the aqueous 
carrier liquid is best in the range of 0.01 to 25% by weight but 
quantities in the range 0.5-5% are advantageous because on 
always tries to keep the amount of active substances in an in- 
jectable solution as low as possible, this being to minimize the 
introduction of foreign materials into living beings even when 
they are harmless and physiologically compatible. 

Further optional additives to the surfactants include: 

a) substances which are known to provide a negative charge 
on liposomes, for example, phosphatldlc acid, phosphatidyl- 
glycerol or dicetyl phosphate; 

b) substances known to provide a positive charge, for exam- 
ple, stearyl amine, or stearyl amine acetate; 

c) substances known to affect the physical properties of 
the lipid films In a more desirable way; for example, capro-lac- 
tarn and/or sterols such as cholesterol, ergosterol, phytosterol, 
sitosterol, sitosterol pyroglutamate , 7-dehydro-choies terol or 
lanosterol, may affect lipid films rigidity; 

d) substances known to have antioxidant properties to im- 
prove the chemical stability of the components in the suspen- 
sions, such as tocopherol, propyl gallate, ascorbyl palmltate, 
or butylated hydroxy toluene. 

The aqueous carrier in this invention Is mostly water with 
possibly small quantities of physiologically compatible liquids 
such as Isopropanol, glycerol, hexanol and the like (see for 
instance EP-A- 52.575). In general the amount of the organic 
hydrosoluble liquids will not exceed 5 - 10% by weight. 

The present composition may also contain dissolved or 
suspended therein hydrophllic compounds and polymers defined 
generally under the name of viscosity enhancers or stabilizers. 
Although the presence of such compounds is not compulsory for 
nsurlng stability to the air or gas bubbles with time in the 
present dispersions, they are advantageous to giv some kind of 

SUBSTITUTE SHEET 


12 


■body- to th .solutions. When d sired, the upp r concentrations 
of such additives vh n totally Innocuous can b very high. for 
instance up to 80 - 90% by weight of solution vith lopamldol and 
oJtli r _. i Qd l n a tftt l _X-rfly._c n nrr a 3t. ageat^-.— {towevef.-virfel)-other vis- 
cosity enhancers like for instance sugars. e.g. lactose, 
sucrose, maltose, galactose, glucose, etc. or hydrophllic poly- 
mers like starch, dextran, polyvinyl alcohol, polyvlnyl-pyrroli- 
done. dextrin, xanthan or partly hydrolyzed cellulose oligomers, 
as well as proteins and polypeptides, the concentrations are 
best between about 1 and 40% by weight, a range of about 5 - 20% 
being preferred. 

Like m the prior art, the injectable compositions of this 
invention can also contain physiologically acceptable electro- 
lytes; an example is an isotonic solution of salt. 

The present invention naturally also Includes dry storable 
pulverulent blends which can generate the present microbubbl 
containing dispersions upon simple admixing with water or an 
aqueous carrier phase. Preferably such dry blends or formul- 
ations Will contain all solid ingredients necessary to provide 
the desired microbubbles suspensions upon the simple addition of 
water. i.e. principally the surfactants in lamellar form con- 
taining trapped or adsorbed therein the air or gas required for 
microbubble formation, and accessorily the other non-film form- 
ing surfactants, the viscosity enhancers and stabilizers and 
possibly other optional additives. As said before, the air or 
gas entrappment by the laminated surfactants occurs by simply 
exposing said surfactants to the air (or gas) at room or sup r- 
atmospherlc pressure for a time sufficient to cause said air or 
gas to become entrapped within the surfactant. This period of 
time can be very short, e.g. in the order of a few seconds to a 
few minutes although over-exposure, i.e. storage under air or 
under a gaseous atmosphere is in no way harmful. What is impor- 
tant is that air can well contact as much as possible of the 
available surface of the laminated surfactant, i.e. the dry 
material should preferably be in a "fluffy" light flowing condi- 
tion. This is precisely this condition which results from the 
freeze-drying of an aqu ous solution of liposom s and hydro- 
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phllic agent as disclosed in US-A- 4,229,360, 

In gen ral , the weight ratio of surfactants to hydrophlilc 
viscosity enhancer in the dry formulations vill b in the order 
"oY'^or. 1 riu — to 10: l7"the-rurxner-optionaringred'ient3 , if any, 
helng present in a ratio not exceeding 50% relative to the total 
of surfactants plus viscosity enhancers. 

The dry blend formulations of this invention can b 
prepared by very simple methods. As seen before, one preferred 
method is to first prepare an aqueous solution in vhich the film 
forming lipids are lamlnarlzed, for Instance by sonlcatlon, or 
using any conventional technique commonly used in the liposom 
field, this solution also containing the other desired 
additives, i.e. viscosity enhancers, non-film forming surfact- 
ants, electrolyte, etc., and thereafter freeze drying to a free 
flovable powder vhich is then stored in the presence of air or 
an entrappable gas. 

The dry blend can be kept for any period of time In the dry 
state and sold as such. For putting it into use, i.e. for pre- 
paring a gas or air microbubble suspension for ultrasonic imag- 
ing, one simply dissolves a known weight of the dry pulverulent 
formulation in a sterile aqueous phase, e.g. water or a 
physiologically acceptable medium. The amount of powder will 
depend on the desired concentration of bubbles in the injectable 
product, a count of about 10® - 10^ bubbles/ml being generally 
that from making a 5 - 20% by weight solution of the powder in 
water. But naturally this figure is only indicative, the amount 
of bubbles being essentially dependent on the amount of air or 
gas trapped during manufacture of the dry powder. The manu- 
facturing steps being under control, the dissolution of the dry 
formulations will provide microbubble suspensions with well 
reproducible counts. 

The resulting microbubble suspensions (bubble in the 0.5 - 
10 /im range) are extraordinarily stable with time, the count 
originally measured at start staying unchanged or only little 
changed for weeks and ven m nths; the only observable change is 
a kind of s gr gation, the larger bubbl s (around 10 /im) tending 
to ris faster than the small ones. 
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It has also been found that the mlcrobubhl s suspensions of 
this invention can be diluted with very little loss in the 
number f mlcrobubbles to be expected from dilution, I.e. even 
in — the-udse-u^lHH}4t-~dl4.^^ — T/IO^"; Yhe 
mlcrobubble count reduction accurately matches vlth the dilution 
ratio. This indicates that the stability of the bubbles depends 
on the surfactant In lamellar form rather than on the presenc 
of stabilisers or viscosity enhancers like In the prior art. 
This property is advantageous in regard to imaging test 
reproducibility as the bubbles are not affected by dilution vlth 
blood upon injection into a patient. 

Another advantage of the bubbles of this invention versus 
the microcapsules of the prior art surrounded by a rigid but 
breakable membrane which may irreversibly fracture under stress 
is that when the present suspensions are subject to sudden 
pressure changes, the present bubbles will momentarily contract 
elastlcally and then resume their original shape when the 
pressure is released. This is important in clinical practic 
when the mlcrobubbles are pumped through the heart and therefor 
are exposed to alternating pressure pulses. 

The reasons why the mlcrobubbles in this invention are so 
stable are not clearly understood. Since to prevent bubble 
escape the buoyancy forces should equilibrate with the retaining 
forces due to friction, i.e. to viscosity, it is theorized that 
the bubbles are probably surrounded by the laminated surfactant. 
Whether this laminar surfactant is in the form of a continuous 
or discontinuous membrane, or even as closed spheres attached to 
the mlcrobubbles, is for the moment unknown but under investiga- 
tion. However the lack of a detailed knowledge of the phenomena 
presently involved does not preclude full industrial operabllity 
of the present invention. 

The bubble suspensions of the present invention are also 
useful in other medical/diagnostic applications where it is 
desirable to target the stabilized mlcrobubbles to specific 
sites m the body following their injection, for Instance to 
thrombi pr sent in blood v ssels, to atheroscl rotlc lesions 
(plaqu 3) in arterl s, to tumor cells, as well as for the 
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diagnosis f alt r d surfaces f body cavities, e,g. ulc ration 
sit 3 in the stomach or tumors of th bladder. For this, one can 
bind monoclonal antibodies tailored by genetic engineering, 
a iftTb ody— f ra'gm'ent^or-poiyp'eptides-designea to mimic antTb o d l e s , 
bloadheslve polymers, lectins and other site-recognizing mole- 
cules to the surfactant layer stabilizing the mlcrobubbles . Thus 
monoclonal antibodies can be bound to phospholipid bllayers by 
the method described by L.D. Leserman, P. Machy and J. Barb t 
("Liposome Technology vol. Ill" p, 29 ed. by G. Gregorladls, CRC 
Press 1984), In another approach a palmltoyl antibody is first 
synthesized and then Incorporated in phospholipid bllayers 
follovlng L. Huang^ A. Huang and S.J. Kennel ("Liposome Techno- 
logy vol. Ill" p. 51 ed. by G. Gregorladls, CRC Press 1984). 
Alternatively, some of the phospholipids used In the present 
Invention can be carefully selected in order to obtain prefer- 
ential uptake In organs or tissues or increased half-life in 
blood. Thus GMl gangl losldes- or phosphatldyllnositol-contalnlng 
liposomes, preferably In addition to cholesterol, will lead to 
Increased half-llfes In blood after Intravenous administration 
In analogy vlth A. Gablzon, D. Papahadjopoulos , Proc. Natl Acad. 
Scl USA 85 (1988) 6949. 

The gases In the mlcrobubbles of the present invention can 
Include, In addition to current Innocuous physiologically 
acceptable gases like CO2 » nitrogen, N2O, methane, butane, freon 
and mixtures thereof, radioactive gases such as ^^'^ Xe or ®^ Kr 
are of particular Interest in nuclear medicine for blood 
circulation measurements, for lung scintigraphy etc. 

The follovlng Examples illustrate the invention on a prac- 
tical stand point. 

Echoqenlc measurements 

Echogenicity measurements were performed in a pulse - echo 
system made of a plexlglas specimen holder (diameter 30 mm) and 
a transducer holder Immersed in a constant temperature water 
bath, a pulser-recelver (Accutron M3010S) with for th receiving 
part an external pre-ampl if ler with a fixed gain of 40 dB and an 
mt rnal amplifier vlth adjustable gain from -40 to +40 dB. A 
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10MH2 lov-pass. filter vas ins rt d in the receiving part to 

inprov the signal to noia ratio. The A/D board in the IBM PC 

vas a Sonotek STB 832* Measureiaents were carried out at 2.25. 

^.^..-Sr^S and^^S-MlIg . 

Example 1_ 

A liposome solution (50 mg lipids per ml) was prepared in 
distilled water by the REV method (see F. Szoka Jr. and D. 
Papahadjopoulos, Proc. Natl. Acad. Scl. USA 75 (1978) 4194) 
using hydrogenated soya lecithin (NC 95 II, Nattermann Cheoi 
Ktiln, W. Germany) and dlcetylphosphate in a molar ratio 9/1. 
This liposome preparation vas extruded at 65*»c (to calibrate the 
vesicle size) through a 1 /io polycarbonate filter (Nucleopore) . 
Tvo ml of this solution were admixed with 5 ml of a 75X 
iopamidol solution in water and 0.4 ml of air and the mixture 
was forced back and forth through a two syringe system as 
disclosed in DE-A-3529195, while maintaining continuously a 
slight over-pressure. This resulted in the formation of a 
suspension of microbubbles of air in the liquid (lO^-lo^ bubbles 
per ml, bubble size 1-20 /im as estimated by light microscopy) 
which was stable for several hours at room temperature. This 
suspension gave a strong echo signal when tested by ultrasonic 
echography at 7.5, 5, 3.5 and 2.25 MHz, 

Example 2 

A distilled water solution (100 ml) containing by weight 2% 
of hydrogenated soya lecithin and dlcetylphosphate in a 9/1 
molar ratio vas sonicated for 15 min at 60-65**C with a Branson 
probe sonifier (Type 250). 

After cooling, the solution was centrlfuged for 15 mln at 
10,000 g and the supernatant was recovered and lactose added to 
make a 7.5X b.w. solution. The solution was placed in a tight 
container in which a pressure of 4 bar of nitrogen was 
established for a few minutes while shaking the container. 
Afterwards, the pressure was released suddenly whereby a highly 
concentrat d bubble susp nslon was obtain d (10^^ - 10^^ 
bubbl s/ml). The size distribution of the bubbles was how ver 
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vld r than in Example 1,1.. from about 1 to 50 /im. The 
suspension was very stable but after a fev days a segregation 
occurred In the standing phase, the larger bubbles tending to 
"concent rat~e~ln~the""upp(^^ the sus^ns ion ^ 

Example 3 

Twenty g of glass beads (diameter about 1 mm) were Immers d 
Into a solution of 100 mg of dlpalml toylphosphatldylchollne 
(Fluka A.G. Buchs) in 10 ml of chloroform. The beads were 
rotated under reduced pressure In a rotating evaporator until 
all CHCI3 had escaped. Then the beads were further rotated under 
atmospheric pressure for a few minutes and 10 ml of distilled 
water were added. The beads were removed and a suspension of air 
mlcrobubbles was obtained which was shown to contain about 10^ 
bubbles/ml after examination under the microscope. The averag 
size of the bubbles was about 3-5 ^m. The suspension was 
stable for several days at least. 

Example £ 

A hydrogenated soya led thln/dlcetylphosphate suspension in 
water was lamlnarleed using the REV technique as described in 
Example 1. Two ml of the liposome preparation were added to 8 ml 
of 15% maltose solution in distilled water. The resulting 
solution was frozen at -30«C, then lyophillzed under 0.1 Torr. 
Complete sublimation of the ice was obtained in a few hours. 
Thereafter, air pressure was restored in the evacuated container 
so that the lyophillzed powder became saturated with air in a 
few minutes. 

The dry powder was then dissolved in 10 ml of sterile water 
under gentle mixing, whereby a mlcrobubble suspension (10®-10^ 
mlcrobubbles per ml, dynamic viscosity < 20 mPa.s) was obtained. 
This suspension containing mostly bubbles in the 1-5 /im range 
was stable for a very long period, as numerous bubbles could 
still be detected after 2 months standing. This mlcrobubble 
suspension gave a strong response in ultrasonic echography. If 
in this exampl th solution is froz n by spraying in air at -30 
t -70«C to obtain a froz n snow Instead of a monolithic block 
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and the snow Is then evaporated under vacuum, excel! nt results 
are obtained. 

gx ample— 5 - ' 

Two ml samples of the liposome solution obtained as 
described in Example 4 were mixed with 10 ml of an 5% aqueous 
solution of gelatin (sample 5A), human albumin (sample 5B), 
dextran (sample 5C) and lopamidol {sample 5D). All samples were 
lyophlllzed. After lyophll ization and Introduction of air, th 
various samples were gently mixed with 20 ml of sterile water. 
In all cases, the bubble concentration was above 10® bubbles per 
ml and almost all bubbles were below 10 ^m. The procedure of the 
foregoing Example was repeated with 9 ml of the liposome pre- 
paration (450 mg of lipids) and only one ml of a 5% human 
albumin solution. After lyophilizat ion, exposure to air and 
addition of sterile water (20 ml), the resulting solution 
contained 2 x 10® bubbles per ml, most of them below lo /im. 

Example 6 

Lactose (500 mg), finely milled to a particle size of 1-3 
Aim, was moistened with a chloroform (5 ml) solution of 100 mg of 

dimyr is toyl phosphatidyl Choi ine/cholesterol/dlpalml toy iphosphat Idle 
acid (from Fluka) in a molar ratio of 4:1:1 and thereafter 
evaporated under vacuum In a rotating evaporator. The resulting 
free flowing white powder was rotated a few minutes under 
nitrogen at normal pressure and thereafter dissolved in 20 ml of 
sterile water. A microbubble suspension was obtained with about 
10^-10^ microbubbles per ml in the l-io /zm size range as 
ascertained by observation under the microscope. In this 
Example, the weight ratio of coated surfactant to water-soluble 
carrier was 1:5. Excellent results (lo'^-io® microbubbles/ml ) are 
also obtained when reducing this ratio to lower values, i.e. * 
down to 1:20, which will actually increase the surfactant 
efficiency for the Intake of air, that is, this will decrease - 
the weight of surfactant necessary for producing the same bubble 
count. 
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Exampl 7 . 

An aqueous solution containing 2% of hydrogenat d soya 
lecithin and 0.4X of Pluronl^F68 (a non ionic polyoxy thylene- 
-poiyoxy propylene — copoiyreT==^TiTTai:twt ) vas- sonicated - a s des- 
cribed In Example 2. After cooling and centr If ugat Ion , 5 ml of 
this solution were added to 5 ml of a 15% maltose solution In 
vater. The resulting solution vas frozen at -30°C and evaporated 
under 0.1 Torr. Then air pressure vas restored In the vessel 
containing the dry powder. This vas left to stand in air for a 
fev seconds, after vhlch It vas used to make a 10% by weight 
aqueous solution which shoved under the microscope to be a 
suspension of very tiny bubbles (below 10 um) ; the bubble 
concentration vas In the range of 10*^ bubbles per ml. This 
preparation gave a very strong response in ultrasonic echography 
at 2.25, 3.5, 5 and 7.5 MHz. 

Example 8 

Two-dimensional echocardiography vas performed in an exp - 
rlnental dog following peripheral vein injection of 0.1-2 ml of 
the preparation obtained In Example 4, Opacification of the left 
heart with clear outlining of the endocardium vas observed, 
thereby confirming that the mlcrobubbles (or at least a signi- 
ficant part of them) were able to cross the pulmonary capillary 
circulation . 

Example 9 

A phosphol Ipld/mal tose lyophlllzed povder vas prepared as 
<lescrlbed in Example 4. However, at the end of the lyophl- 
llzatlon step, a ^^^Xe containing gas mixture was introduced In 
the evacuated container Instead of air. A few minutes later, 
sterile water was introduced and after gentle mixing a micro- 
bubble suspension containing ^^^Xe in the gas phase was pro- 
duced. This microbubble suspension was injected into living 
bodies to undertake investigations requiring use of ^^^Xe as 
tracer. Excellent results wer obtained. 
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Example 10 (comparative^ 

In US-A-4,900,540, Ryan et al disclose gas filled liposomes 
for ultrasonic Investigations. According to the citation, 
s o mes-ar-e— f-ormed-by-conven^lunal-m e:aTi s but vith-the a d dTt ion 
of a gas or gas precursor in the aqueous composition forming the 
liposome core (col. 2, lines 15-27). 

Using a gas precursor (bicarbonate J is detailed in Exampi s 
1 and 2 of the reference. Using an aqueous carrier vlth an added 
gas for encapsulating the gas in the liposomes (not exampllfied 
by Ryan et al) vill require that the gas be in the form of very 
small bubbles. I.e. of size similar or smaller than the size of 
the liposome vesicles. 

Aqueous media in which air can be entrapped in the form of 
very small bubbles (2.5-5 /im) are disclosed in M.W. Keller t 
al, J. Ultrasound Med. 5 (1986), 413-498, 

A quantity of 126 mg of egg lecithin and 27 mg of 
cholesterol were dissolved in 9 ml of chloroform in a 200 ml 
round bottom flask. The solution of lipids vas evaporated to 
dryness on a Rotavapor whereby a film of the lipids vas formed 
on the vails of the flask. A 10 ml of a 50% by weight aqueous 
dextrose solution vas sonicated for 5 min according to M.W. 
Keller et al (ibid) to generate air microbubbles therein and the 
sonicated solution vas added to the flask containing the film of 
lipid, whereby hand agitation of the vessel resulted into 
hydration of the phospholipids and formation of multilamellar 
liposomes within the bubbles containing carrier liquid. 

After standing for a while, the resulting liposome suspen- 
sion was subjected to centrlf ugation under 5000 g for 15 min to 
remove from the carrier the air not entrapped in the vesicles. 
It vas also expected that during centrlf ugation, the air fill d 
liposomes would segregate to the surface by buoyancy. 

After centrlf ugation the tubes were examined and showed a 
bottom residue consisting of agglomerated dextrose filled lipo- 
somes and a clear supernatant liquid with substantially no 
bubble left. The quantity of air filled liposomes having risen 
by buoyancy was negligibly small and could not b ascertained. 
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Example 11 (comparatlv 1 

An injectable contrast composition was prepared according 
to Ryan (US-A-4 . 900 , 540, col. 3, Exampl p. Egg lecl th 1 n 
(126 mg) and cholesterol (Zi mg) were dissolved m 9 ml of 
dlethylether. To the solution were added 3 ml of 0.2 molar 
aqueous bicarbonate and the resulting two phase systems was 
sonicated until becoming homogeneous. The mixture was evaporated 
in a Rotavapor apparatus and 3 ml of 0.2 molar aqueous 
bicarbonate vere added. 

A 1 ml portion of the liposome suspension was injected into 
the jugular vein of an experimental rabbit, the animal being 
under condition for heart ultrasonic imaging using an Acuson 
128-XP5 ultrasonic imager (7.5 transducer probe for imaging the 
heart). The probe provided a cross-sectional image of the right 
and left ventricles (mid-papillary muscle). After injection, a 
light and transient (a few seconds) increase in the outline of 
the right ventricle was observed. The effect was however much 
inferior to the effect observed using the preparation of Example 
4. Mo Improvement of the imaging of the left ventricle was noted 
which probably indicates that the CO2 loaded liposomes did not 
pass the pulmonary capillaries barrier. 


SUBSntUTE SHEET 


22 


CLAIMS 

1. A composition adapted for Injection into the blood- 
^-ai^ea a-and-body-i . dv-1-L-.iea-uf-i-iving belrtgsT-e.gr for-the ^ul-pose 

of Ultrasonic echography, consisting of a suspension of air or 
gas mlcrobubbles m a physiologically acceptable aqueous carrier 
phase comprising from about 0.01 to about 20X by weight of one 
or more dissolved or dispersed surfactants. characterized m 
that at least one of the surfactants is a film forming sur- 
factant present m the composition at least partially m 
lamellar or laminar form. 

2. The composition of claim 1, characterized in that the 
lamellar surfactant is in the form of mono- or plurl-molecular 
membrane layers. 

3. The composition of claim l. characterized in that the 
lamellar surfactant Is in the form of liposome vesicles, 

4. The composition of claim 1. characterized m that it 
essentially consists of a liposome solution containing air or 
gas mlcrobubbles developed therein. 

5. The composition of claim 4, characterized in that th 
size of most of both liposomes and mlcrobubbles is belov 50 (in. 
preferably belov 10 fim. 

6. The composition of claim 1. containing about lo^ - lo^ 
bubbles of 0.5 - 10 MID size/ml. said concentration showing 
little or substantially no variability under storage for at 
least a month. 

7. The composition of claim 1. characterized in that the 
surfactants are selected from phospholipids including the 
lecithins such as phosphatldlc acid, phosphatidyi-choim . 
phosphatldyl-ethanolamlne. phosphatidyl-serine. phosphatidyl- 
glycerol phosphatidyl-inositol, cardioiipin and sphyngomyel in . 

8. The composition of claim 7. characterized m further 
containing substances affecting the properties of liposomes 
selected from phosphatidyl-glycerol, dicetyl-phosphate . choles- 
terol, ergosterol. phytosterol, sitosterol, lanosterol. tocopte- 
rol, propyl gallate. ascorbyl palmitate and butylated hydroxy- 
toluene . 
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9. The composition f claim 1, further containing dissolved 
viscosity nhancers or stabili2er3 sel cted from linear and 
cross-linked poly- and oligo-saccharides , sugars, hydro phl lie 
polymers and lodinated compounds such as lopamldol in a weight 
ratio to the surfactants comprised between about 1:5 to 100:1. 

10. The composition of claim 1, in which the surfactants 
comprise up to 50% by weight of non-laminar surfactants selected 
from fatty acids, esters and ethers of fatty acids and alcohols 
with polyols such as polyalkylene glycols, polyalkylenated 
sugars and other carbohydrates, and polyalkylenated glycerol. 

11. A method for the preparation of the suspensions of 
claim 1, characterized by the following steps: 

(a) selecting at least one film forming surfactant and con- 
verting It into lamellar form; 

(b) contacting the surfactant in lamellar form with air or 
an adsorbable or entrappable gas for a time sufficient for that 
air or gas to become bound by said surfactant; and 

(c) admixing the surfactant in lamellar form with an aque- 
ous liquid carrier, whereby a stable dispersion of air or gas 
microbubbles in said liquid carrier will result. 

12. The method of claim 11, in which step (c) is brought 
about before step (b), the latter being effected by introducing 
pressurized air or gas into the liquid carrier and thereafter 
releasing the> pressure . 

13. The method of claim 11, in which step (c) is brought 
about by gentle mixing of the components, no shaking being 
necessary, whereby the air or gas bound to the lamellar surfact- 
ant in step (b) will develop into a suspension of stable micro- 
bubbles • 

14. The method of claims 11 or 12, in which the liquid 
carrier contains dissolved therein stabilizer compounds selected 
from hydrosoluble proteins, polypeptides, sugars, poly- and 
oligo-saccharides and hydrophilic polymers. 

15. The method of claim 11, in which the conversion of step 
(a) is eff cted by coating the surfactant onto particles of 
soluble or insolubl mat rials; step (b) is effected by letting 
th coat d particles stand for a while und r air or a gas; and 
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St p (c) is affect d by adnixixig th coated particles with an 
aqueous llguld carrier. 

"^1 "^^^""^ °^ ^" "^^''^ conversion of step 

-^---i - i^—efiou-u«u—oy—3onl^ating--oi- -homogenizing ' high 

pressure an aqueous solution of film forming lipids, this 
operation leading, at least partly. to the formation of 
liposomes . 

17. The method of claim 16. in vhlch step (b) is effected 
by freeze-drymg the liposome containing solution. the latter 
optionally containing hydrophllic stabilizers and contacting the 
resulting freeze-drled product with air or a gas for a period of 
time. 

18. The method of claims 16 and 17. in which the water so- 
lution Of film forming lipids also contains viscosity enhancers 
or stabilizers selected from hydrophllic polymers and carbo- 
hydrates m weight ratio relative to the lipids comprised 
between 1:5 and 100:1. 

19. A dry pulverulent formulation which, upon dissolution 
in water, will form an aqueous suspension of microbubbies for 
Ultrasonic echography, characterized in containing one or more 
film forming surfactants in laminar form and hydrosoluble stabl- 
lizers. 

20. The dry formulation of claim 19. m which the sur- 
factants m laminar form are m the form of fine layers deposit- 
ed on the surface of soluble or insoluble solid particulate 
material. 

21. The dry formulation of claim 20. m which the insoluble 
solid particles are glass or polymer beads. 

22. The dry formulation of claim 20, in which the solubl 
particles are made of hydrosoluble carbohydrates, polysaccha- 
rides, synthetic polymers, albumin, gelatin or lopamidol. 

23. The dry formulation of claim 19. which comprises 
freeze-drled liposomes. 

24. The use of the injectable composition of claim 1 for 
ultrasonic echography. 

25. The use of the injectable composition of claims i-io 
for transp rtlng in th blood-stream or body cavitl s bubbles of 
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foreign gas s.actlv therapeutically or diagnostlcally . 

26. The composition of claim 4, m viilch the surfactant 
comprls a. bound thereto, bloactlve species designed for 
speci X 10 LaTgemr^pui puses . evgr-f ar-imnobiTlzTng-the "Tubbi es 
m specifically defined sites In the circulatory system, or m 
organs, or In tissues. 

27. The composition of claim 4, m which the surfactant 
comprises, bound thereto, bloactlve species selected from mono- 
clonal antibodies, antibody fragments or polypeptides design d 
to mimic antibodies, bloadheslve polymers, lectins and other 
receptor recognizing molecules. 
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